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tity of gold in the form of telluride which is not easily cyanied by direct methods and it was considered advisable to remove this constituent and extract its gold content by some means more satisfactory. A mill to treat 5000 tons per month was erected to make use of this method. The mill was afterward increased to handle 10,000 tons per month, at which capacity it is now operating.
The ore supply comes mainly from the dumps, a large accumulation of this material having resulted during the long life of the mine. The average content has a value of about $3.50 per ton as .milled. An electric shovel is used for moving the material, which is loaded into 4-ton cars, hoisted up an inclined plane and delivered into the crusher house.
COSTS AT STRATTON'S INDKPKNDKNOKS MILL
Per ion treated Dump breaker:
Power................................................ $0.04:j(i
Operation.............................................    0.0510
Repmrs...............................................    0. OGRl
Total.............................................                  $0.1033
Crushing and concentrating:
Power___............................................    0.1940
Operation.............................................    0.1192
Repairs...............................................    0.1982
Loading concentrate....................................    0.0097
Total......... . . ................................. .                    0.5217
Cyariiding:
Power.................................................    0.04K4
Operation..............___...........................    0.3420
Repairs...............................................    0.0549
Total.............................................                    0.4453
Miscellaneous:
Heating.......................___....................    0.0050
Water net-vice....... .___..............................    0.0048
Liability insurance......................................    0.0057
Fire insurance.........................................    0.0298
Taxes......, .___,..........___......................    0.0405
Total................ . ................ .___.......                    0.0918
Mine breaker1.......___..................................                    0.0109
Total coHt...........,.............___............                  $1.2390
1 The mill receives one-tenth of its supply from a email breaker plant where mine ore is crushed to i in. and taken directly to the Chilean mills. but it will be safe to accept the practice followed at the Independence aa typical of successful work irt the Cripple Creek district and its system, which is made public, without reserve, will form the hulk of this article.
